SPECIFICATION CONTROL DRAWING 


PURCHASE MATERIAL: 17-4 PH / S17400 / TYPE 630 SS ROUND BAR 
GRAIN MUST BE ALONG LENGTH OF BAR 


A\ 


AMS 5643 OR ASTM A564 


CONDITION A: AS SUPPLIED / NO HEAT TREATMENT 
CONDITIONS H900 TO H1150 PER AMS 2759/3 OR ASTM A564 


PART NUMBER: M17-4-| HHHHH-| R |X.XXX} WHERE: HHHHH SPECIFIES THE MATERIAL CONDITION (PER TABLE BELOW) 
COND O.D. X.XXX = DIAMETER IN INCHES 


SPECIFICATION: 
HEAT TREATMENT: 


MATERIAL CONDITION TABLE: 


MIN YIELD MIN ULTIMATE 

CODE CONDITION neue) TENSILE TENSILE 
STRENGTH (KSI) | STRENGTH (KSI 
(OMITTED) H1025 34-47 
H900 H900 40-47 


H925 H925 38-45 
H1025 H1025 34-42 
37 


> & 


H1075 H1075 31-38 
H1100 H1100 30-37 
H1150 H1150 


CONDITION A 
CONDA _|(soLUTION TREATED 36 MAX i ae 


NOTES: MATERIAL IN H900 AND H925 CONDITION NOT RECOMMENDED FOR 
TENSION OR SHEAR APPLICATIONS IN COLD WEATHER CONDITIONS 


MATERIAL IN H900 AND H925 CONDITION NOT RECOMMENDED FOR 
APPLICATIONS WHERE STRESS CORROSION CRACKING IS POSSIBLE 


CONDITION A NOT TO BE USED IN DESIGN FOR FINAL PRODUCT AND 
SHOULD ALWAYS BE HEAT TREATED 


FOR DWGS THAT CALL FOR "UTS = 150 KSI, MIN YTS = 100 KSI" (IE. CODE 
"OMITTED" IN TABLE), HEAT TREAT TO H1025 CONDITION. H900 OR H925 
CONDITION MATERIAL MAY BE SUBSTITUTED. 


EXAMPLES: 


PART PART NUMBER 
2'500" DIAMETER BAR H900 CONDITION | M4 Yoa-F1900-R2,500 a EES 
3.250" DIAMETER BAR H1025 CONDITION M17-4-H1025-R3.250 FE Sn AEST ae 
0.750" DIAMETER BAR A CONDITION M17-4-CONDA-RO.750 Pe PURCHASE MATERIAL (ZN D8-1), ADD A564 SPEC (C8-1), vs | 100520 | 
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